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(57)Abstract: 

PURPOSE: To produce the title activated carbon stably 
and easily and simultaneously to recover a useful 
activating exhaust gas by oxidizing coal in a rotary kiln 
to decrease the caking property, and then activating the 
coal in an external- heating rotary kiln. 
CONSTITUTION: The raw coal 1 is crushed, and the 
particle size is regulated. The coal is then introduced 
into the rotary kiln-type oxidation furnace 3, and 
oxidized to decrease the caking property. The coal is 
subsequently introduced into a carbonization furnace 4, 
heated at about 700° C in an inert gaseous atmosphere, 
and carbonized. The obtained coal is introduced into the 
external-heating rotary kiln-type activation furnace 5, 
and activated at about 900° C while blowing in an 
activating gas 6 such as steam or C02. The obtained 
activated carbon 8 is cooled and recovered. The exhaust 
gas 1 5 generated by the activation reaction is 
introduced into sensible heat recovery device 9 wherein 
the sensible heat of the gas is recovered, and the 
components such as CO and H2 contained in the gas is efficiently utilized for producing 
chemical products and as fuel, etc. 
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